EXAMPLES OF CYANIDE PRACTICE,
TABLE  XXXIX.
	Approx. Time. Hours.	.Strength of Solution, Pressure of Air, etc.	Effluent.
Filling,    .	9	Overflow containing slimes	
		to clarifying tank.	
Draining,	16		To sewer.
Aerating,	16	4 Ibs. per square inch.	
Leaching,	16      |	0-10 per cent. NaCN. An, $0. SO.	( Mainly to sewer.   At end \    to precipitation boxes.
Draining,	16		Weak  solu-^
Aerating, Leaching,	13 „ {	5 Ibs. per square inch. O'lO per cent. NaCN  and some from weak solution	tionsumP-   Precipitated >                         Un zinc (.Weak solu-   boxes-
	t	sump.	I    tion sump. J
Draining,	11		J
Aerating,	9	5 Ibs. per square inch.	
			"(NaCN    and
Leaching,	12       |	0-055 per cent. NaCN. Au, $0.02.	\                         lime   added [ Strong solu- 1 and pumped
Washing,	16      |	Water tank. Clarifying tank overflow.	j    tion sump. 1 to       strong J                         solution
			^storage.
	j		.. ___   1             ( Precipitated
Sampling,	3         j		{   tion sump! j^run to
Discharge,	•\		Sewer.
Filling,    .	f       9         i		
Table XL. gives  the various  operations  of  slime treatment in  brief outline, and indicates the source and destination of ail the solutions used.
TABLE  XL.
	Approx. Time.	Source, .Strength of Solutions,	Approx. Time.	Effluent
	Hours.	Pressure, etc.	Hours.	
Filling,	. {	Sludge pressure tank. 30 per cent, solids. Sp. gr. 1-25.   Au., |0.87. 26 Ibs. per square inch.	}.	Part  to clarifying tank overflow to wash water ! tank.    Part to sewer.    '
Aerating,    -	1	25 Ibs. per square inch.	2	Sewer.
	(	0-027 percent. NaCN.		
Leaching,   -	0-3-0-4J	Alk. 12. 18-20 Ibs. per square inch.	1 '3	Low       \       Clarified, solution j-        PP^
	1	Au, $0.02.		sump.     J   and to sewer.
Aerating,    -	1	25 Ibs. per square inch.		
	(	NaCN, 0-05 per cent.	('	
Leaching,   -Leaching,   -	1 1	Au, $0.52. 18-20 Ibs. per square inch. NaCN, 0-027 per cent. Au, $0.02.	„	Weak     \ Clarified, pptd., solution [•   and to weak sump.     J    soln. storage.
	1	18-20 Ibs. per square inch.		
Washing,	, {	Wash water tank. Through cloths and across		Sfmno-   ( NaCN and lime solution ' addeci    Tlien
	i	cakes.   30 Ibs. per sq. in.	1	sump.     (^    goln< tan^
Discharging,		Upper water tank. Through nozzles in sluicing bar.    60 Ibs. per sq.	|   0*4	Low "    N solution ) Pptd. and run sump.     j       to sewer.
	I	in.	J	Sewer.    *
